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ABSTRACT 


The heat treatment response of M-50 steel, thermomechanic- 
ally processed by warm rolling, was compared to that of the 
Same material in a conventional, spheroidize-annealed con- 
dition. Warm rolling of M-50 produces markedly finer micro- 
structures than does conventional processing, and may result 
in enhanced fracture resistance in such a steel. This work 
examined the effect of austenitizing time and temperature 
on warm rolled material, comparing its response to that of 
a Conventional, spheroidized starting condition. Warm rolled 
Samples demonstrated significantly higher hardness and re- 
tained their finer microstructures after short austenitizing 
times or treatment at low austenitizing temperatures. The 
hardness difference is attributed to faster dissolution of 
finer carbides. Using warm rolled M-50, a given hardness 
is achieved using shorter austenitizing times or lower aus- 


tenitizing temperatures than for conventional M-50. 
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te OLN RODUCTION 


Aircraft engine designs now being developed will require 
Better bearing materials than available today. Early gas 
turbine engine performance was most severely restricted by 
the temperature limits imposed by the blade materials. 

Since both specific fuel consumption and power are improved 
by increased turbine inlet temperatures, there was incentive 
for extensive research, and this lead to blade alloys match- 
ing the extremely harsh criteria imposed by modern engine 
operating conditions. At the elevated temperature made 
Moore With thesesmaterials, increasing turbine speed 
boosts performance, while a multi-spool configuration en- 
hances efficiency. These innovations have shifted research 
attention to the problem of larger, higher speed bearings 
now required. 

Trends in bearing parameters may be described by using 
the DN number. Bore diameter, D, in millimeters, is increased 
byecemurti-spool engine's larger shaft. Diameter is multi- 
plied by N, the shaft rotations per minute. The roughly 
linear increase in this measure over time is illustrated 
Dawe re I (Ref. 1]. 

Bearing DN has been linked to the expected bearing fail- 
Deemmade. | At lower DN (up to about 2 million), the classi- 


cal mode of failure for a properly installed and maintained 
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bedring is spalling due to rolling contact fatigue ina 
Hertzian stress field [Ref. 2]. Spalling, the inner sur- 
face chipping resulting from the propagation of subsurface 
mmewoeOr Cracks (Figure 2), is a relatively slow process, 
and it is usually possible to identify and replace failed 


bearings before they cause engine damage. 





<< 


Figure 2. Bearing Spalling and Rapid Fracture. A) Spalling 
initiates from a subsurface flaw or crack and propagates to 
the inner surface. B) The spall itself is a chip on the 
raceway surface. C) Rapid fracture initiates at a subsurface 
flaw or crack and propagates in two directions. 


High DN values result in high hoop and frictional stresses, 


with the result that the expected mode of faiiure shifts to 


eZ 





Catastrophic rapid fracture [Ref. 3]. Averbach, with others 
[Refs. 4,5], has demonstrated how linear elastic fracture 
mechanics may be applied to analyze and predict the behavior 
Gieaerolling element bearing of known fracture toughness in 
a given combination of Hertzian, hoop, and frictional stresses. 

An important factor in reliable performance at high DN 
meesewin improving the fracture toughness of the bearing 
Material without a concurrent sacrifice in the hardness 
Sesetedal £O0r wear resistance and long rolling contact 
fatigue life. Development of high toughness, high strength 
bearing materials is critical to the next generation of gas 
turbine engines, and can also provide an added margin of 
Smety Lor the operation of existing designs. 

While most strategies to improve fracture toughness do 
so at the expense of strength, microstructural refinement 
yields beneficial changes in both properties by fighting 
me@etire in two ways {Ref. 6]. First, pre-existing cracks 
in the material are expected to be smaller, which raises the 
Euamessereaquired to propagate them to fracture. This effect 


is described by the relationship 


K = O¢vTa 


ike 


where Kre is the critical stress intensity factor (fracture 
toughness), od, is mie applied stress at fraeture, and a is 


plemenracteristic crack length. Since Kre is a material 
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constant, it 1s evident that a smaller crack requires 
Menor applied stress for fracture to result. 

secondly, the increased grain boundary area in a finer 
structure increases the number of obstacles in a propagating 
crack's path. Conventional processing of bearing steel em- 
phasizes the need to devise heat treatment schemes to give 
minimum grain size at required hardness levels [Ref. 7]; 
unfortunately, testing has shown that the fracture toughness 
Bers resulting from current heat treatment cycles are in- 
eeeguate tor roller bearings operating at high DN [Ref. 8]. 

Microstructural refinement may be achieved through an 
innovative method known as "warm rolling" developed at 
Seaneord University by Sherby et al. {Refs. 9,10]. By 
working plain carbon steels just below the eutectoid temper- 
ature, Sherby produced materials which were superplastic at 
temperatures between 0.5 and 0.65 of the absolute melting 
memeecrature. Plastic deformation during a spheroidizing 
anneal was observed to speed spheroidization and reduce the 
Miec@memmeLlele spacing. Ihe shorter interparticle spacing is 
a consequence of carbide nucleation at the dislocation tangles 
generated by the rolling. The resulting ultrafine dispersion 
preci picdes in a ferrite matrix meets the prerequisites for 
sSuperplasticity: very fine, stable, equiaxed grains, two 
phases of roughly equal strength at warm temperature, and 


high strain rate sensitivity. A superplastic material is 
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very easily formed - elongation may exceed 500% [Ref. 10} - 
which would facilitate bearing component fabrication. 

oteels in the warm rolled condition are too soft to be 
used in bearings. If the finer microstructure is retained 
through a subsequent hardening heat treatment it might offer 
a significant fracture toughness advantage. Sherby warm 
rolling has been applied to AISI 52100 steel, to test the 
method's efficacy for bearing applications [Ref. 11]. Warm 
rolled, finely spheroidized 52100 and standard material were 
both conventionally hardened and isothermally transformed. 
The warm rolled steel's finer carbide size and more uniform 
microstructure were retained after heat treatment. For 
identical conventional heat treatments, warm rolled steel 
was at least as hard as standard 52100. When compared at 
equal strengths, fracture toughness was found to be higher 
aeeetneswarm rolled product (again after conventional treat- 
ent watean for the standard 52100, as expected for a finer 
Mierostructure. 

Based son the favorable outcome of the 52100 study, a 
series of experiments was initiated to seek similar improve- 
ments in the fracture toughness of AISI M-50, the standard 
bearing steel for high performance gas turbine engines manu- 
factured in the United States. The application of M-50 in 
Gmismiraile 1s due to its ability to resist softening even on 
prolonged exposure to temperatures up to 550F O75 C)aedeesion 


[Ref. 12] successfully warm rolled M-50 in the 650-750C 


a0 





temperature range. He observed highly refined Moz Ce and 
Moe carbides in a refined ferrite matrix, with insoluble 
M,C and MC carbides slightly smaller than they occur in 
as-received M-50. The warm rolled material had higher 
ultimate tensile strength when compared to steel in the 
spheroidize-annealed condition as it is received from the 
manufacturer. The difference in strength depended primar- 
lly on the temperature at which the steel was rolled; the 
effect on strength of austenitizing temperature was not 
Significant. Quantitative differences between the two 
Starting conditions are indicated in Table I for a typical 
warm rolling preparation, and qualitative differences may 
be seen in Figures 3 and 4. 

Pee dadition, Bridge, Maniar and Phillip's findings of 
two distinct insoluble carbides, one molybdenum eho, the 
other mostly vanadium [Ref. 13], was confirmed. The pre- 
Sent research compared warm rolled M-50's response to heat 
treatment to that of the standard spheroidized starting 
condition. Two experiments were undertaken. In the first, 
austenitizing temperature varied at constant time, while 
the second held austenitizing temperature constant over a 


series of times. After quenching, hardness and micro- 


structure were examined. 
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Figure 3. Comparison of As-received and Warm Rolled M-50 by 


Optical Microscopy. A) As-received, 320x. B) Warm rolled, 
320x. C) As-received, 800x. D) Warm rolled, 800x. Light 
areas are insoluble carbides in all cases. The dark areas 
in A and B are unresolved carbides. In C, the carbides of 


the as-received material are resolved while those in the warm 


rolled steel are not (D). Grain size was not revealed by 
this etch. 
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Peeure 4+. "Comparison of As-received and Warm Rolled M-50 
by Scanning Electron Microscopy. A) As-received, 2400x. 
[Ref. 12] B) Warm rolled at 700C, 2200x. [Ref. 12] Large 
insoluble carbides are not greatly reduced by warm rolling, 
but small soluble carbides are significantly refined. 
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ie EXPERIMENTAL PROCEDURE 


A. MATERIAL DESCRIPTION 
The nominal amounts of alloying elements in M-50 are 
& Mo Cr V Mn Sia 


0.8 4.0 4.0 10510 OPS Ohisas 


Two starting conditions for heat treatment were compared in 
this research; all test coupons, whether in the as-received 
condition or warm rolled, came from the same heat of steel. 

Material in the warm rolled condition used for this study 
was processed by Larson [Ref. 12], who reported that the 
effect on microstructural refinement austenitizing tempera- 
ture prior to warm rolling was not significant when compared 
to the effect of Tne rolling temperature. Consequently, all 
material rolled by Larson at 700C was considered identical, 
regardless of the initial austenitizing temperature. Mechan- 
Heaiepreperties of the four austenitizing time and tempera- 
ture combinations used in the experiments were comparable, 
as shown in Table II. 

The as-received material used in this research had a 
hardness of 95 HRB before heat treatment; other properties 


are listed in Table I. 
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B. PREPARATION FOR HEAT TREATMENT 


The important steps in the preparation and heat treat- 


ment of M-50 test coupons are shown in Figure 5S. 


— i “o. @D 


A B C 


Figure 5. Optical Microscopy Specimen Preparation. A) Sections 
cut from warm rolled material (top) and one-inch round stock 
(bottom) and drilled. B) Heat treatment in salt baths; speci- 
mens wired to thermocouples. C) Samples cut for mounting. 
D) Face of finished bakelite mount. Arrows show long axis of 
original stock. Vertical arrow indicates sample processed 
from warm rolled material and horizontal arrow shows orienta- 
tion of sample processed directly from the spheroidized an- 
nealed condition. 

Test coupons were cut from lengths of warm rolled M-50 
and from one-inch (25 mm) round stock as provided by the 
manufacturer. Coupons in both cases were about 2.5 mm (0.1 
inch) thick. The whole diameter of the round stock was used, 
while the warm rolled steel, which was approximately one inch 
wide, was cut into 1.3 mm (0.5 inch) lengths. Each coupon 
was drilled in order to permit the coupon to be held by a 
wire during heat treatment. 

A heat treatment rig was fabricated based on two Type kK 


(Chromel-Alumel) Inconel 600 sheathed thermocouples. The 


quick disconnect fittings of the thermocouples were placed 
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one on top of the other and wired together to secure them in 
that position. Each thermocouple was bent about one inch 
from its tip to an angle of about 100°. Fine nichrome wire 
was passed through the drilled hole in a test coupon, then 
the coupon was held on the bent end of the thermocouple and 
the wire wrapped around the thermocouple and coupon to make 
and maintain contact between the two components. For each 
eet emutizing Condition (i.e., each combination of austeni- 
tizing time and temperature), one thermocouple held a warm 
rolled test coupon, while the other held a coupon in the 
as-received condition CE mole, SB) 

Using the thermocouples themselves as the framework for 
the test rig had three advantages. First, it made the rig 
easy to hold while wearing cumbersome protective gloves, 
and so made quick transfers possible between the pre-heat, 
austenitize, and quench salt baths. Second, it ensured 
that both the as-received and warm rolled test coupons 
would be in the same general location of each salt bath, 
but without touching each other, so that coupons tested 
together received identical heat treatments. Last, it 
mlovcascoOnstant Monitoring of the test coupon temperatures. 

Two difficulties arose with this test assembly. The 
Type K thermocouples, while accurate to 1260C, were em- 
brittled at high temperatures and therefore broke very 
easily when attaching and removing samples. Platinum- 


rhodium thermocouples should be used when temperatures 
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being studied exceed 1100C. Also, temperature data from 
the thermocouples was logged by hand from two channels of 

a digital readout thermometer. Flipping the channel selec- 
tor knob was inconvenient; the process could very easily 
Pesuetined by using a multichannel strip chart or small 


computer for data collection. 


C. HEAT TREATMENT 

The heat treatment of each pair of samples was conducted 
using three Lindberg model 56953 salt baths of about one liter 
Gapacity, one for pre-heating, one for austenitizing, and one 
for quenching the test coupons. Heat treatment was carried 
out in salt baths rather than in a furnace to take advantage 
of molten salts ability to provide heat to a test coupon at 
a rate equal to the heat absorption rate of the steel. The 
heoltsis Uniform heating of the sample. Salts used in the 
baths were Holden Annealing 975 for pre-heat and quenching, 
and Calalloy 1724 for the austenitizing bath. 

Preheating and quenching were each the same for every 
meeement, at 850C and 6Z20C respectively. Both the pre- 
heating and salt quenching were always of six minutes' 
fioaeron. Following the salt quench the test coupons were 
air cooled until they could be handled without gloves, 
about 15 minutes. 

The heat treatment variables were austenitizing tempera- 


eure ana time. Type K thermocouples are accurate up to 





1Z260C, while Larson found partial melting of M-50 at 1200C 
[Ref. 12], and Inconel 600 embrittlement begins at around 
1100C. The highest austenitizing temperature studied was 
1150¢, above that at which the thermocouple sheath would 
begin to embrittle, because standard heat treatment is 
conducted at around 1120C. Somewhat arbitrarily, 900C was 
selected as the lowest austenitizing temperature. It is 
substantially below the standard heat treatment range of 
1081-1106C in salt [Ref. 15], and gives an adequate number 
of data points at conveniently spaced 50C intervals. The 
standard austenitizing time for this study was taken as two 
minutes, based on the industry rule of thumb of one hour's 
soak per inch of thickness of the workpiece. 

The first experiment held austenitizing time constant 
and varied austenitizing temperature at nominal 50C incre- 
ments. Typical heat treatments are illustrated schematic- 
ally in Figures 6 and 7, for warm rolled and as-received 
materials, respectively. The left side of Figure 6 (time 
scale in hours) shows Larson's pre-roll austenitizing and 
warm rolling, in contrast to the left side of Figure 7, 
which shows the manufacturer's spheroidizing annealing 
Eretenent. lhe arrow in Figure 7/7 indicates the point at 
firenmectandard processing is interrupted, in effect, for 
Waemecolling. Note that this interruption occurs before 
the bearing would be fabricated. The right sides of both 
Figures 6 and 7 (time scale in minutes) show an austenitize 


and quench treatment typical of this experiment. 
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After removal from the test rig, coupons were washed 
in warm running water to remove the salt residue. Grinding 
followed, using 80 and 180 grit papers on a belt grinder 
Momremove a COrroded surface layer and give a smooth, bright 
fmtace fOr hardness testing. 

A second experiment examined the effects of varying the 
austenitizing time at each of two constant austenitizing 
temperatures, 1020C and 1120C. These temperatures were 
chosen to provide additional data points for the two minute 
aisetenitizing series and to illustrate the interaction of 
miner mMlLcrostructure with time in two different carbide 
regimes, above and below the M,C Solidusmeemperacure. win 
addition, 1120C is the standard heat treatment temperature 
homeo 20. ilest coupons, test rig, and preparation for 
hardness testing for this experiment are all identical to 


those described for the constant time experiment. 


DeeeeaRDNESS TESTING AND MICROSCOPY 

Hardness measurements were made before and after heat 
treatment using a Wilson Rockwell Hardness Tester, Model 
Mmimemancdethe Rockwell G@ scale (the sole exception is in 
the case of measuring the hardness of the as-received steel 
before heat treatment, for which itwas necessary to use 
the Rockwell B scale). Five indentations were made in each 
fest coupon, according to ASTM Standard E 18-74 [Ref. 16]. 
The mean hardness and standard deviation were calculated 


fPomeecach coupon tested. 
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When hardness measurements were complete, test coupons 
from both experiments were sectioned using a Buehler Model 
10-1010 Cut-Off Machine and a wafering wheel (Buehler 
designation "R'"), then mounted in bakelite in pairs as they 
were tested together (Figures 5C and 5D). Specimens were 
ground using 80, 180, 240 and 400 grit abrasive papers on 
belt grinders, then polished on a series of wheels charged 
with 15, 6, 1, and 1/4 micron diamond paste. 

Polished specimens were prepared for optical microscopy 
by etching in Villela's reagent [Ref. 17], modified by 
changing the amount Re eee used from 100 to 200 milli- 
Pee eseeOuantities of hydrochloric acid and picric acid 
dissolved in the ethanol were unchanged at 5 milliliters 
and 1 gram, respectively. The formula for the reagent was 
altered in order to give better control of etching times, 
which were extremely short using the standard quantity of 
wetting agent. All etching was carried out at room tempera- 
ture. Etching times varied from 3 to 23 seconds, depending 
imieiact on the age of the etchant mixture, but no clear rela- 
tionship was discovered between etching time and any other 
variable. Prior austenite grain boundaries were not usually 
revealed, although Villela's reagent and similar picric acid 
etchants are recommended for this purpose [Refs. 18,19]. 

Data on uniformity of hardening and through hardening 
was obtained by making a microhardness traverse of one mounted 
specimen using Buehler Micromet Micro Hardness Tester (M-11) 


with 200 gram weight. 
2S, 








A Zeiss Universal microscope was used to examine the 
polished and etched microstructures. Thirty-five millimeter 
black and white photographs were taken using a halogen light 
source. After microstructures were documented optically at 
320 and 800x, selected specimens were lightly repolished (1 
minute on each of the 6, 1, and 1/4 micron diamond wheels), 
and etched for 10 seconds in the modified Villela's reagent. 
After being broken free of the bakelite, the specimen pairs 
were mounted with silver paste to large stubs for examina- 


tion by scanning electron microscopy. 








III. RESULTS AND DISCUSSION 


A. HARDNESS AND CARBIDE SOLUTIONING 

Microhardness testing was conducted on samples of both 
warm rolled and as-received materials that were austenitized 
at 900C. This testing was conducted to evaluate the uni- 
formity of hardening for the two processing conditions. The 
microhardness traverses, Figure 8, indicate that warm rolled 
M-50's hardness is more uniform than that of the as-received 
steel, as reflected by a difference of 48 hardness units 
between the highest and lowest value for warm rolled M-50 
measured along the long axis. By comparison, as-received 
M-50 shows a range of 71 units when meaSured in the same 
direction. This result suggests that the ea rolled mate- 
rial is slightly more homogeneous than the as-received. 
Average hardnesses of 644HV (long axis, warm rolled) and 491 
(long axis, as-received), may be converted to the Rockwell C 
Seleomoyveusing ASIM Standard E 140-72 [Ref. 20]. The con- 
verted numbers, 57 HRC (warm rolled) and 48 HRC (as-received), 
compare well with the surface hardnesses measured with the 
Rockwell Hardness Tester: 56 HRC (warm rolled) and 48 HRC 
(as-received). Although the interior hardness of the warm 
rolled M-50 is very slightly higher, it may be concluded 
that the steel was uniformly through hardened since this 


Value is not significantly different when the error in 
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Figure 8. Results of Microhardness Traverses of the Long and 
Short Axes of Warm Rolled and As-Received M-50, Austenitized 
Two Minutes at 900C. Horizontal axis indicates points at 
which indentations were made; scale is in increments of 3 mm 
from the edge of the specimen. Solid lines mark the average 
hardness, and arrows indicate the positions at which the short 


axis traverses were made. 
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hardness measurement is considered (+ 1/2 HRC unit), and no 
evidence of decarburization was seen when the specimen was 
famed Dy Optical microscopy at 800x. 

Tables III-V and Figures 9-13 summarize the results 
obtained in the examination of the effects of austenitizing 
menicewand temperature. Figure 9 is data for the effect of 
austenitizing temperature, while Figures 10-13 are concerned 
with the effects of heating time. These data clearly show 
mitemieadt treatment of warm rolled M-50 yields a product that 
Momemways at least as hard as the standard steel. At shorter 
PecmenmieiZing times, or for lower austenitizing temperatures, 
Pomnerolled material is significantly harder than the as- 
received steel given identical heat treatment. The graphs 
Buescmsmow that, again for shorter austenirtizing times or 
low temperatures, warm rolled M-50 reaches a given hardness 
sooner, or at lower austenitizing temperature, than does 
time as-received material. 

Hardness differences, or their absence, may be explained 
by considering the behavior of the soluble M, 2 Ce and M,C 
carbides in M-50. The solvus temperatures of these carbides 
are 993C and 1088C [Ref. 19]. The higher temperature solvus 
divides the austenitizing temperature range examined into 
mromcdictinet areas. In the first, 900-1088C, the M42 Ce or 
MeC carbides are not completely dissolved in the austenite, 
and hardness differences are evident in Figure 9. Heating 


to temperatures above 1088C, into the second area, yields 


55 





eb lee 


Hardness Test Results for Two Minute Austenitizing Time 


Austenitizing Temperature Starting Hardness 
Nominal (C) Measured (C) Condition* (Rockwell C) 

900 89] A 48 

W ale 

950 940 A 54 

W 60 

1000 988 A 60 

W 63 

1020 iO 2.0 A 64 

W 66 

1050 1050 A 65 

W Os 

P0S0 1043 A 65 

W 65 

1100 maele A 65 

W 64 

20 ls A 65 

W 65 

FESO IRI A 63 

W 63 


*A = As-received, W = Warm Rolled 





Teese Vv 


Hemanes> fest Resuits for 10Z20C Austenitizing Temperature 


Austenitizing Starting Hardness 
Time (Minutes) Condition (Rockwell C) 
O22 A a2 
W 59 
G<°S A 58 
W 63 
12:0 A 61 
W 65 
75 oa) A 64 
W 66 
S.0 A 65 
W 66 
G0 A 64 
W 65 
20.00 A 64 
W 65 


*A = As-received, W = Warm Rolled 





TABLE V 


Hardness Test Results for 1120C Austenitizing Temperature 


US eentti1Z21n? Starting Hardness 
Time (Minutes) Condit tons (Rockwell C) 
Om A 62 
W 66 
025 A 65 
W De) 
10) A 65 
W 65 
2.0 A 65 
W 65 
oe) A hes) 
W 65 
We 8 A 64 
W 64 
ZOO A 63 
W 64 


*A = As-received, W = Warm Rolled 
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an austenite in which only the insoluble carbides M,C and 


2 
ie, retain. It is in this area that the hardness curves 
for both the standard and warm rolled M-50 coincide (Figure 
Peerieht side). 

Below the MeC solvus, higher hardness is attributed to 
pmoroiter Concentration of carbon in the matrix for warm 
rolled than for as-received M-50. The fine M,C and MC 
carbides that precipitated during warm rolling have a 
smaller size and mean interparticle spacing than do the 
fewer, relatively large temper carbides in the as-received 
Steel. Thus the characteristic diffusion distance is 
shorter after warm rolling, and the solute concentration 
gradients are Steeperws These factors point to a greater 
Gmivaneg foree for diffusion, (based on concentration gra- 
dient), and a shorter relaxation time (proportional to the 
square of the diffusion distance), and therefore warm 
rolied M-50 will have more carbon in the austenite at any 
time than will its as-received counterpart. More carbon 
results in higher hardness. 

When austenitizing for two minutes, warm rolled steel 
maintains its significant hardness advantage only to about 
MOSCC. At higher temperatures, the diffusion coefficient, 
D, is large (D=D exp (-Q/RT)), SGP ruSston Of carbon and 
substitutional chromium and molybdenum is very rapid. The 
convergence at high austenitizing temperature of the warm 


rolled and as-received hardness versus temperature curves 


Ac 





may be understood if it is assumed that solutioning of sol- 
uble carbides is so fast at these temperatures that essen- 
tially all of them have been completely dissolved after two 
minutes in both the coarser as-received steel, and the finer, 
warm rolled material. The result would be the same carbon 
content in each, giving similar hardness, although the finer 
structure 1s retained in warm rolled M-50. 

The plot of hardness versus austenitizing time for aus- 
tenitizing at 1020C corroborates these conclusions. For 
Short times, the warm rolled steel is harder than the as- 
received M-50, again suggesting faster solutioning of the 
finer carbides. An alternative hypothesis is that the 
reaction may be interface controlled, so that warm rolled 
M-50's greater carbide surface area per unit volume may 
explain its more rapid dissolution. Given long austenitiz- 
ing times, however, when nearly all of the soluble carbides 
have been dissolved, the two curves are very close. 

The shape of the hardness versus austenitizing time plot 
for warm rolled M-50 is typical for steel. The curve is 
generally understood to show increasing hardness with time 
as carbon begins to dissolve in the matrix. The peak occurs 
as the softening effect of retained austenite (the dominant 
effect for long austenitizing times) just balances the hard- 
ening effect of carbon in the matrix (dominant at short 
times). A surprising result, however, is that peak hard- 


nesses in Figure 10 are attained for both starting conditions 
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after virtually the same austenitizing time. If carbides 
dissolve faster in warm rolled M-50, then the hardness 

peak would be expected to fall at shorter austenitizing time 
than that required for the as-received steel to reach its 
peak. The discrepancy may arise from the relative importance, 
at this austenitizing temperature, of the various factors 
which influence hardness. One possible explanation is that 
at 1020C microstructural refinement makes a more significant 
contribution to hardness than does the carbon in solution. 
Before a firm conclusion is possible, the amount of carbon 
in solid solution after different austenitizing times should 
be determined using X-ray techniques developed at NPS by 
McNelley and Garg [Ref. 21]. In addition, information con- 
cerning grain size effects is necessary, and should be ob- 
tained by analysis of transmission electron microscopy 
Restueets . 

For austenitizing temperatures above the M,C solvus, 
hardness results resemble the right hand side of Figure 10, 
the series of austenitizing trials at 1020C. Once all the 
soluble carbides have gone into solution, matrix carbon con- 
centrations are equal. With one possible exception, no sig- 
nificant difference in hardness is found between warm rolled 
and as-received M-50 in this temperature range. [In the 
series of constant time austenitizing trials, the two hard- 


ness curves coincide, with both curves falling off slightly. 
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The drop in hardness is likely a consequence of grain 
growth and increased retained austenite. 

The exception to the close correspondence of the hard- 
ness data for the two starting conditions occurs in the 
Beures conducted at 1120C, for the 12 second austenitizing 
time. Even when both the error in the austenitizing time 
(+ 1 second) and in hardness (+ 0.5 HRC) are taken into 
account, a difference of more than 2 HRC remains. (Figure 
ee) Again, the refinement of the warm rolled steel suggests 
that the difference is hardness is due to accelerated dissol- 
ution of the soluble carbides. Dissolution in warm rolled 
steel is so fast that solutioning is complete, even at short 
times, and the hardness curve is virtually constant with time 
(Figure 12). In contrast, the hardness curve for material 
heat treated from the as-received condition at short times 
(Figure 13), suggests that the soluble carbides in as-received 
material are still dissolving at 12 seconds, giving increasing 
Neen xecarbon content with time and therefore increasing 


hardness. 


Bee hekOotRUCTURAL RESULTS 

Optical microscopy results support those of the hardness 
tests in that the difference between warm rolled and as- 
received M-50 is most pronounced after austenitizing at 
lower temperatures or for shorter times. Except after very 
ingmeicedtenieh austenitizing temperature, the finer micro- 
structure of the warm rolled steel persists after heat 


treatment. 
aS 





Figures 14, 15, and 16 illustrate the effect of varying 
austenitizing temperature for a heating time of two minutes. 
The contrast in scale of microstructures is most striking 
in Figure 14. These steels were austenitized at 900C (A 
and B) and 1000C (C and D), below the My 3 Ce solidus, an 
hence four of M-50's distinct carbides are present (the 
fifth, metastable M,C, is dissolved during pre-heating). 

The light etching network surrounding darker areas in micro- 
graph C of this figure is a ghost pattern that is frequently 
evident in the as-received M-50 and occasionally observed in 
warm rolled material. The pattern is an etching artifact 
associated with the inhomogeneous distribution of chromium 
near prior austenite grain boundaries. This disparity in 
Beenie response is useful in observing the warm rolled 
Mererial’s retention of refinement. 

Meerecrapns A and B of Figure 14 were prepared from steel 
austenitized above the M53 Ce solvus; M53 Ce has dissolved 
into the matrix, leaving M¢C, M,C, and MC as distinct species. 
Both of these microstructures are more uniformly gray than 
the corresponding member of the pairs in Figure 14, suggest- 
ing that the dark patches, probably clusters of fine car- 
bides as in Figure 3C, are more sparsely populated by those 
fine particles. This continues to be observed in micrographs 
C and D, steels austenitized above the MgC SOLrauS ac aio 0G. 
The two structures have etched to an even more uniform gray 
tone, agains suggesting fewer second phase particles in the 


Mat rx . 
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Figure 14. Comparison of Microstructures Resulting After Heat 
Treatment of As-received and Warm Rolled M-50 at Austenitizing 
Temperatures of 900C and 1000C (Optical Microscopy, 320x). 

A) As-received, austenitized at 900C. B) Warm rolled, aus- 
tenitized at 900C. C) As-received, austenitized at 1000C. 

D) Warm rolled, austenitized at 1000C. Austenitizing time: 

2 minutes. Carbides present: M53 Ces MeC, M,C, and MC. 
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Peeineslo. | Comparison of Microstructures Resulting After Heat 
Treatment of As-received and Warm Rolled M-50 at Austenitizing 
Temperatures of 1050C and 1100C (Optical Microscopy, 320x). 

A) As-received, austenitizing at 1050C. B) Warm rolled, aus- 
tenitized at 1050C. C) As-received, austenitized at 1100C. 

D) Warm rolled, austenitized at 1100C. Steel austenitized 
@aeuooOCecontains M,C, MC, and MG (A&B); austenitizing above 
the M,C solidus (1088C) only M,C and MC remain (C&D). 
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Pecmre 15. s Comparison of Microstructures resulting After Heat 
Treatment of As-received and Warm Rolled M-50 at Different 
Austenitizing Temperatures (Optical Microscopy, 800x). A) As- 
received, austenitized at 900C. B) Warm rolled, austenitized 
at 900C. C) As-received, austenitized at 1100C. D) Warm 
rolled, austenitized at 1100C. Austenitizing time: 2 minutes. 
The finer, more homogeneous microstructure of the warm rolled 
Starting condition persists after heat treatment. 
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At 1100C, the vivid difference in scale between the warm 
rolled and the as-received M-50 of Figure 14 is no longer 
aemaeent dt this magnification. Figure 16 shows the micro- 
structural results after austenitizing at both ends of the 
heat treatment range, 900C and 1100C, but this time at a 
magnification of 800x. After austenitizing at 900C for two 
minutes, Figures 16A and 16B, the dark patches seen in 
Figures 14A and 14B are here resolved into clusters of fine 
carbides similar to those observed in Figure 3, A and B. 
Close inspection of Figure 16C, as-received steel quenched 
from a two minute austenitizing treatment in 1100C, dis- 
closes the black etching network of the prior austenite 
grain boundaries. Although the boundaries are not clear 
enough to precisely determine grain size, the grains can be 
measured from the micrograph and converted to give a rough 
estimate of 15 microns. In Figure 16D, grain size can be 
obtained with somewhat more precision, because of its better 
derinititvon ot the grain boundaries. The size in this case 
PmaweroOn imately 5,0 macrons. This difference in grain size 
Cmecbactommot sslaehtiy more than four is less than that in 
the warm-rolled condition but still notable given the high 
austenitizing temperature and prolonged heating time at this 
EcMmpera cure. 

The second heat treatment variable considered here was 
austenitizing time. Microstructures resulting from aus- 


tenitizing at 1020C are seen in Figures 17, 18, and 19. 
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Figure 17. Comparison of Microstructures Resulting After Heat 
Treatment of As-received and Warm Rolled M-50 for Short Aus- 
tenitizing Times at 1020C (Optical Microscopy, 320x). A) As- 


received, austenitized for 4} minute. B) Warm rolled, austenized 


for } minute. C) As-received, austenitized for 2 minutes. D) 
Warm rolled, austenitized for 2 minutes. Carbides present: 
M.-C, M,C, and MC. Micrographs for the 2 minute austenitizing 


time may be compared with Figure 14. 
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Figure 18. Comparison of Microstructures Resulting After Heat 
Treatment of As-received and Warm Rolled M-50 for Long Aus- 
tenitizing Times at 1020C (Optical Microscopy, 320x). A) As- 
received, austenitized for 5 minutes. 8B) Warm rolled, austenized 
for 5 minutes. C) As-received, austenitized for 10 minutes. 

D) Warm rolled, austenitized for 10 minutes. Carbides present: 
MoC, M,C, and MC. 
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Poin Vee comparison Of Microstructures Resulting After Heat 
Treatment of As-received and Warm Rolled M-50 for Different 
Austenitizing Times at 1020C (Optical Microscopy, 800x). A) As- 
received, austenitized } minute. B) Warm rolled, austenitized 
} minute. C) As-received, austenitized 10 minutes. D) Warm 
rolled, austenitized 10 minutes. For each austenitizing time, 
the microstructures are very Similar, and that resulting from 


the warm rolled steel is finer in scale. 
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All twelve micrographs in these three figures depict micro- 


Sumle tures “Containing MeC, M,C, and MC carbides. 


2 
For a short austenitizing time of 30 seconds at 1020C 

(Figure 17, A and B), pronounced refinement is again evident 
(compare Figure 14, A and B). The ghost pattern described 
in connection with Figure 14 is clear in the as-received 
steel of micrograph A, and is also discernible in the warm 
mbed Material, micrograph B. 

A gap in the series of two minute heat treatments is 
mweled by CoOMmpaning results depicted in Figures 18C and 18D, 
microstructures resulting after heat treatment for two minutes 
at 1020C, with results shown in Figure 14, for austenitizing 
at 900 and 1000C. These two micrographs for 1020C show less 
i—rnerence 1m Scale than was seen in either of the sets of 
Figure 14, and yet the structures are also less alike than 
Siempdiro stown in Figure 15, which were austenitized at 
Still higher temperatures. 

The trend demonstrated by varying austenitizing tempera- 
ture is convergence of microstructures as austenitizing 
temperature increases. The same trend can be found on exam- 
ination of the effect of varying time at 1020C austenitizing 
Memperatine, "Logking at either the set of as-received micro- 
structures or those produced from a warm rolled starting 
condition, the steels increase in both microstructural homo- 
geneity and hardness with increasing austenitizing time. In 


maete the microstructures of Figure 18B and 18D, warm rolled 
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eaeedtstenmarazed at 1020€ for 5 and 10 minutes, are vir- 
tually indistinguishable. Matching hardnesses are also 
noted, within the limits of measurement error: the 5 
minute sample is 66 HRC, and austenitizing for 10 minutes 
gives 65 HRC. Warm rolled steel may thus be considered 
more ''tolerant'' of variations in processing. In other 
words, the heat treatment of warm rolled M-50 need not be 
so Closely controlled to produce a given result as must 
processing from the as-received condition, since doubling 
the austenitizing time here, at a temperature known only 
ime Conphet. ZZ], yields the same product. 

Convergence of the microstructures after long austen- 
itizing times is illustrated by Figure 19, which repeats 
the pattern of readily apparent difference in scale at 
short austenitizing times (30 seconds, 1020C, micrographs 
A and B), and only a very slight difference, if any, for 
long austenitizing times (10 minutes, 1020C, micrographs C 
and D). Magnification here is 800x. 

Hardness results for the series of varying time austen- 
Vora worealceate tl 2Z0G predict that differences in micro- 
structures would be found only at short austenitizing times, 
and that any difference found would be slight. Figures 20, 
21, and 22 show the microstructures of both starting con- 
tions after quenching. Only the insoluble carbides, M,C 


and MC, are present. 
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Eine CUM Comparison Of Microstructures Resulting After Heat 
Treatment of As-received and Warm Rolled M-50 for Short Aus- 
temueizing limes at 1i1Z0C (Optical Microscopy, 320x). A) As- 
received, austenitized for 4 minute. B) Warm rolled, austenized 
for 3 minute. C) As-received, austenitized for 2 minutes. B) 
Dai eawenodmmeanstenitized for 2 minutes. Carbides present: 
Pesos Micrographs for the 2 minute austenitizing time 


Meayeec Compared with Figure 15. 
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Pigere 22. sConparison of Microstructures Resulting After Heat 
Treatment of As-received and Warm Rolled M-50 for Different 
Austenitizing Times at 1120C (Optical Microscopy, 800x). A) As- 


received, austenitized 3 minute. B) Warm rolled, austenitized 


5 minute. C) As-received, austenitized 10 minutes. D) Warm 
rolled, austenitized 10 minutes. Carbides present: M,C and 
MC. Microstructures in C and D consist of plate martensite, 
retained austenite, and insoluble carbides. They illustrate 
the convergence of the microstructures for long austenitizing 


times and high temperatures. 
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At 320x, there is no apparent difference in any of the 
iempatiowOr Steels in Figures 20 and 21. The slight dif- 
ference between the two steels hardened on 30 seconds at 
iho C s& epidine only after raising the magnification to 
Ome, Figure 22, A and B. Even this higher magnification 
discloses little difference in the microstructures of the 
pair held at high temperature for 10 minutes. 

The significance of the hardness difference at the 0.2 
minute point on the curve is confirmed by the microstructures 
of Figure 23. Once again, at 320x, there is a striking dif- 
ference between the coarse as-received steel with its distinct 
ghost pattern and the refined, much more uniform structure of 
the warm rolled M-50. At longer austenitizing times, both 
microstructure and hardness converge, but Op emate LS Vey 
short period at high temperature (a shorter interval than 
the 20-30 seconds required to get a steady temperature read- 
out on the digital thermometer), the finer carbides again 
dissolve faster and to give a higher hardness. 

The microstructure of M-50 quenched from two or more 
mmicesmat 100, and 1120 and 1150C consists of insoluble 
carbides, retained austenite, and plate martensite [Refs. 24, 
ele touwepotch the warm rolled and as-received starting con- 
ditrons se Optical microscopy is inadequate to determine the 
constituents of those microstructures resulting from cther 
austenitizing conditions. Although investigation of the 


microstructures was undertaken using the scanning electron 


oe, 








Pownce commcomparison of Microstructures Resulting After Heat 
Treatment of As-received and Warm Rolled M-50 for Austenitizing 
Time 12 Seconds at 1120C (Optical Microscopy, 320x). A) As- 
received. B) Warm rolled. The degree of difference in scale 


Between the two microstructures 1S Similar to that of Figure 
14, A and B. 
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neenoscope at Z000xX, no new information resulted; trans- 
mission electron microscopy (TEM) should be used to examine 
microstructures from representative austenitizing conditions. 
Using TEM, it should be possible to investigate the hypo- 
mpesis that hardened M-50 microstructures undergo a transi- 
tion from lath to plate martensite with increasing 
austenitizing temperature similar to that reported by 


Nakazawa and Kraus for 52100 steel [Ref. 26]. 


C. COMPARISON OF AUSFORMING AND WARM ROLLING 

In 1967, Bamberger reported using thermomechanical pro- 
cessing to extend the rolling contact fatigue life of M-50 
fhetwe2/ |. He found that ausforming, a process in which 
the steel was deformed in the metastable austenitic region 
of its Time-Temperature-Transformation (TTT) curve (Figure 
24), could give an improvement in rolling contact fatigue 
life of up to 600% for sufficiently large deformations. 
Ausforming is possible only for material with a TTT curve 
like M-50's in which the large bay signifies a region where 
austenite is stable for long times at intermediate tempera- 
ture. Thus there is time for the steel to be deformed 
Delon etOm@eomiraistormation £0 martensite. 

Bamberger austenitized at Z150F (1176C), air quenched 
to 1050F (565C), then worked the M-50 to a final reduction 
in area of approximately 40, 70, and 80 percent. Air cool- 
ing to ambient temperature followed, with subsequent temper- 


imgmaorecemeouns at, OOOF (3150) to prevent cracking. Tempering 
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Figure 24, Time-Temperature-Transformation Diagram for M-50 
steel. The ausforming procedure carried cut by Bamberger 
[Ret. 23] is illustrated. 
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studies were then conducted to determine the effect of aus- 
forming on secondary hardening. Test specimens were then 
Hiimoned General Electric Rollang Contact rig to determine 
rolling contact fatigue life. Results of this work showed 
that the improvement in rolling contact fatigue life brought 
about by ausforming was greater with greater deformation. 

The size of insoluble carbides was not reduced by ausforming, 
suggesting that rolling contact fatigue life is increased 

due to a change in the matrix, not by refinement of the M,C 
and MC insoluble carbides. 

Harm rolling, at first glance, appears very similar to 
ausforming. Sherby's process may also utilize working the 
steel in its metastable austenite region to a large reduction 
in area. As in ausforming, during warm rolling strain in- 
diescamprecipitation occurs during deformation which results 
Meastalt. Uniformly dispersed temper carbides. Both pro- 
Sesccomeame dpplied tO initially spheroidize-annealed steel, 
and both attempt to improve bearing reliability by improving 
nollmme contact fatigue life. 

Consideration of the details and consequences of the two 
procedures, however, leads to the conclusion that their dif- 
ferences are more significant than their resemblance. Most 
important is the point in the bearing manufacturing sequence 
at which the two processes are designed to be used. Warm 
rolling was interposed as an intermediate step in this work 


because M-50 is available from the manufacturer only as 





Spheroidize-annealed material and it was necessary to back 
MmOutTOL tnat Condition. In industria] practice, warm 
rolling would take place before the steel was delivered to 
mie wearing vendor for fabrication into the finished product. 
Warm rolled M-50's ferrite matrix with spheroidized carbides 
is soft (about 30 HRC) and superplastic, so normal manufac- 
ite Methods Can easily be employed. Warm rolling's pri- 
mary purpose in bearing applications is to increase fracture 
toughness by providing a refined microstructure onto the 
final, heat treated condition, though it may be also carry 

a bonus in rolling contact fatigue life. Ausforming, on 

the other hand, integrates deformation with the final harden- 
ing treatment. It requires revamped manufacturing techniques 
because it produces martensitic M-50 of 63-64 HRC [Ref. 28], 
which is not easily machined. Ausforming also differs in 
that its focus is extension of rolling contact fatigue life. 
It is not directed at improving fracture toughness, and it 
would not be expected to have this effect, since it affords 
nomstonitiedit refinement in microstructure. Of these two 
thermomechanical processes, only warm rolling may carry 
benefits that permit its application to advanced gas turbine 


bearing operation at high DN. 
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IV. CONCLUSIONS AND RECOMMENDATIONS 


Conclusions of this study of the heat treatment response 
of warm rolled M-50 steel in comparison to as-received steel 
may be summarized as follows: 

1. The finer microstructure of warm rolled M-50 persists 
emeter Meat treatment . 

vere rences between Ehe two Conditions are most pro- 
nounced when the austenitizing treatment is short, or occurs 
at low temperature. Microstructures and hardnesses result- 
ing afiter long austenitizing times tend to come together, 
Pieeicibarivy it treated at high austenitizing temperature. 

3. At a given austenitizing temperature below the MeC 
solidus, warm rolled M-50 is harder than the as-received 
material (or, a given hardness may be achieved by austeni- 
tizing warm rolled M-50 at a lower temperature than that 
required for the as-received material). Hardness differ- 
ences appear to be a consequence of warm rolled M-50's 
finer soluble carbides dissolving faster to give more 
carbon in the matrix. Austenitizing above the M,C solidus 
FectlEcmimerictie or no difrpérence in hardness, except for 
very short austenitizing times. 

A more complete understanding of warm rolled M-30 will 


be possible after additional work is completed: 
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ie voemeransmissieon Clectron Microscopy £o determine 
microstructural constituents of M-50 austenitized below 
1100C, and to provide grain size information for all aus- 
meomitizineg conditions. 

2. Measure the percent carbon in austenite for selected 
austenitizing conditions using X-ray techniques. 

Dconauet rolling contace fatigue and fracture tough- 


ness testing. 
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